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Please amend the application as follows: 

IN THE CLAIMS 




1. a golf bail composing: 

a one-piece cote made of a mixture of compound components 

comprising: 

a poi^butadiene rubber having a cis content of 92% or 
greater; and, 

a heavy Wight filler having a specific gravity equal to or 
greater than abbut 5.6, wherein the heavy weight filler 
comprises no mo\e than about 1.95% volume of the core and, 
the heavy weight Killer is selected from the group consisting of 
tungsten, bismuth Aopper, bismuth oxide, nickel, cobalt, iron, 
steel, tin, chromium,\)ismuth subcarbonate, cupric oxide, 
barium tungstate, cuprous oxide, and mixtures thereof; and, 
a cover layer disposed upon t|he core. 
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3. A thnL-piece wound golf ball comprising: 

a one-piece center made of a mixture of compound components 

comprising:) 

a poivbutadlene rubber having a els content of 92% or 
greater; and, 

a heavy weight filler having a specific gravity of at least 
abou\s.6, wherein the heavy weight filler comprises no more 
than a\out 1.95% volume of the center, and the heavy weight 
filler is selected from the group consisting of tungsten, 
bismuth, \opper, bismuth oxide, nickel, cobalt, iron, steel, tin, 
chromiumAbismuth subcarbonate, cupric oxide, barium 
tungstate, cWous oxide, and mixtures thereof; 
a thread winding liver disposed upon the core wherein the thread 
layer comprises rubber; and, 

a cover layer disposed upon the thread winding layer. 

s_= 

5. The goff ball of claim 1 wherein the heavy weight filler is selected from 
the group\onsisting of bismuth, bismuth oxide, cobalt, iron, steel, tin, 
chromium, ttsmuth subcarbonate, ferrous oxide and mixtures thereof. 



Received from < §034275530 > at 1/29/03 5:42:12 PM [Eastern Standard Time] 



3 



'SENT BY: LORUSSO; 



6034275530; 



JAN-29-03 5:50PM; 



PAGE 6 




CM 



7. /^method of making a golf ball center comprising the steps of: 

meeting a heavy weight filler having a specific gravity of at least 

about£-6; 

ping the filler with a poiybutadiene rubber, a rubber vulcanizing 
inoredlL and core regrind, wherein the heavy weight filler comprises no 
more thaX about 1.95% volume of the center; 
producing a plug; 

curingVhe plug in a mold to form the center, wherein the center 
formed f romVhe plug has a PGA compression lower than 89.3 and a 
coefficient of destitution higher than .697. 




12. k golf ball solid center comprising: 

compound wherein the compound comprises poiybutadiene 
rubber\havlng a cis content of 92% or greater; and, 

anMnorganic filler having a specific gravity equal to or greater than 
about sAmlxed with the compound wherein the inorganic filler is 
selected fr\m the group consisting of tungsten, bismuth, copper, bismuth 
oxide, nicke\ cobalt, iron, steel, tin, chromium, bismuth subcarbonate, 
cupric oxide, barium tungstate. cuprous oxide, and mixtures thereof, 
wherein the heavy weight filler comprises no more than about 1.95% 
volume of the center. 
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28. A gplf Ball comprising: 

alpne-piece core wherein the core has a PGA compression lower than 
95.7 ana a coefficient of restitution higher than .695, and wherein the core 
is made\f a mixture of compound components comprising: 

a poivbutadiene rubber having a cis content of 92% or 

greater; and, 

a heavy weight filler having a specific gravity equal to or 
ireater than about 5.6, wherein the heavy weignt filler 
>mprises no more than about 1.95% volume of the core; 
a coverWr disposed upon the core wherein the golf ball produced 
with the neavi weight filler results In a PGA compression lower than 103.6. 



29. A three plese wound golf ball comprising: 

a one-pieca center wherein the center has a PGA compression lower 
than 95.7 and a coefficient of restitution higher than .695 made of a 
mixture of compound components comprising: 

apolybutadiene rubber having a els content of 92% or 

greaterA 

a htavy weight filler having a specific gravity equal to or 
greater than about 5.6, wherein the heavy weight filler 
comprise! no more than about 1.95% volume of the center; 
a thread windinl layer disposed upon the center wherein the thread 
layer comprises rubbelj forming a core; and, 
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a cover layer disposed upon the core wherein the golf ball produced 
with the heavy weight f i \r results In a PGA compression lower than 103.6. 

30. The goif ball of claim ^wherein the heavy weight f iller is selected 
from the group consisting o\ tungsten, bismuth, copper, bismuth oxide, 
nickel, cobalt, iron, steel, tin, Womium, bismuth subcarbonate, cupric 
oxide, barium tungstate, cupr\us oxide, and mixtures thereof. 
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